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BASIC-ABSTRACT: 

The anti-slip agent is prepd. by mixing a non-crystalline 
polypropylene having mol. wt . of 7000 to 30000 with a noncrystalline 
polypropylene having a higher mol . wt . and a microcrystalline wax 
having a m.pt. of ca. 70 degrees C, and the mixt . is melted together. 
In an example, 8 0 pts wt . of noncrystalline polypropylene having mol. 
wt. of 7000 to 30000 is mixed with 10 pts. wt . of non-crystalline 
polypropylene having mol. wt. of 30000 to 60000 and 10 pts, wt . of 
petroleum type microciiYstalline wax, and the mixt. is melted 
homogenously at 120 to 130 degrees C with agitation. The matl. is 
coated on the surface of polyolefine type sheet, film or its moulded 
articles in a conventional manner. An amt. of the matl. to be coated 
on the surface is e.g. about 20 g/m2 . 
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